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(54) Method of surface treatment of semiconductor substrates 



(57) This invention relates to methods for treatment 
of semiconductor substrates and in particular a method 
of etching a trench in a semiconductor substrate in a 
reactor chamber using alternatively reactive ion etching 



and depositing a passivation layer by chemical vapour 
deposition, wherein one or more of the following param- 
eters: gas flow rates, chamber pressure, plasma power, 
substrate bias, etch rate, deposition rate, cycle time and 
etching/deposition ratio vary with time. 
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EP 0 822 582 A2 

Description 



This invention relates to methods tor treatment for semiconductor substrates and in particular, but not exclusively, 
to methods of depositing a sidewall passivation layer on etched features and methods of etching such features including 
the passivation method. a 

It is known to anisotropically etch trenches or recesses in silicon using methods which combine etching and dep. 
os. ion. The .mention is to generate an anisotropic etch, whilst protecting the sidewalls of the trench or recess formed 
by laying down a passivation layer. 

Such methods are for example shown in US-A-4579623, EP-A-2497023, EP-A-0200951 WO-A-94114187 and 
US-A-4985114. These all describe either using a mixture of deposition and etching gases or alternate etching and 
deposition steps. The general perception is that mixing the gases is less effective because the two processes tend to 
be self cancelling and indeed the prejudice is towards completely alternate steps. 

Other approaches are described in EP-A-03S3570, US-A-4943344 and US-A-4992136. Allot these seektomain- 
am the substrate at a low temperature and at first, somewhat unusually, uses burst of high energy ions during etching 
to remove unwanted deposits from the sidewalls. a 'a 

The continuous trend in semiconductor manufacture is for features of ever increasing aspect ratio, whence the 
sidewall profile and the surface roughness on the sidewalls, becomes more significant the smaller the width of the 
feature. Current proposals tend to produce a rather bowed or reentrant sidewall profile as well as rough sidewalls and/ 
or bases to the formations depending on the process being run. 

The manifestation of the various problems depends on the application and the respective processing requirements 
silicon exposed area (unmasked substrate areas), etch depth, aspect ratio, side wall profile and substrate topography.' 

The method of this invention, in at least some embodiments, addresses or reduces these various problems 

From one aspect the invention consists in a method of etching a trench in a semiconductor substrate in a reactor 
chamber us.ngalternately reactive ion etching and depositing a passivation layer by chemical vapour deposition where- 
in one or more of the following parameters: gas flow rates, chamber pressure, plasma power, substrate bias etc rate 
deposrtion rate, cycle time and etching/deposition ratio vary with time. The variation may be periodic 

The etching and deposition steps may overlap and etching and deposition gases may be mixed 

The method may include pumping out the chamber between the etching and deposition and/or between deposition 
and etching, in which case the pump may continue until 



Ppa 
Ppa + Ppb <x 



wherein Ppa is the partial pressure of the gas (A) used in the preceding step, 
Ppb is the partial pressure of the gas (B) to be used in the subsequent step, 

x is the percentage at which the process rate of the process associated with gas (A) drops off from an essentially 
steady state. 7 



The etching and deposition gas flows may be continuously or abruptly variable. For example the deposition and 
etching gases may be supplied so that their flow rates are sinusoidal and but of phase. The amplitude of any of these 
parameters may be variable within cycles and as between cycles. 

It is particularly preferred that the deposition rate is enhanced and/or etch is reduced during at least the first cvcle 
and in appropriate circumstances in the first few cycles for example in the second to fourth cycles 

The etch rate may be reduced by one or more of the following 



(a) the introduction of a scavenging gas 

(b) a reduction in plasma power 

(c) a reduction in cycle time and 

(d) a reduction in gas flow 

(e) varying the chamber pressure 



The deposition rate may be enhanced by one or more of the following 

(a) an increase in plasma power 

(b) an increase in cycle time 

(c) an increase in gas flow rate 

(d) an increase in deposition species density 
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(e) varying the chamber pressure 

Other advantageous features of the method are that the etch and/or deposition steps may have periods of less 
than 7.5 seconds or even 5 seconds to reduce surface roughness; the etch gas may be CF X or XeF 2 and may include 
5 one or more high atomic mass halides to reduce spontaneous etch; and the chamber pressure may be reduced and/ 
or the flow rate increased during deposition particularly for shallow high aspect ratio etching where it may be accom- 
panied by increased self bias (e.g. voltage >20eV or indeed >100eV). 

The deposition step may use a hydrocarbon deposition gas to deposit a carbon or hydrocarbon layer. The gas 
may include O, N or F elements and the deposited layer may be Nitrogen or Flourine doped. 
10 The substrate may rest freely on a support in the chamber when back cooling would be an issue. Alternatively the 

substrate may be clamped and its temperature may be controlled, to lie, for example, in the range -100°c to 100°c. 
The temperature of the chamber can also advantageously be controlled to the same temperature range as the wafer 
to reduce condensation on to the chamber or its furniture to reduce base roughness. 

The substrate may be GaAs, GaP, GaN, GaSo, SiGe, Mo, W or Ta and in this case the etch gas may particularly 
is preferably be one or a combination of Cl 2 , BCI 3 SiCI 4 , SiCI 2 H 2 CH x Cl yi C x Cl y , or CH X with or without H or an inert gas. 
Cl 2 is particularly preferred. The deposition gas may be one or a combination of CH^, CH x Cly, or C x Cl y , with or without 
H, or an inert gas CH 4 or CH 2 CI 2 are particularly preferred. 

Although the invention has been defined above it is to be understood that it includes any inventive combination of 
the features set out above or in the following description. 
20 The invention may be performed in various ways and a specific embodiment will now be described by way of 

example, with reference to the accompanying drawings in which: 

Figure 1 is a schematic view of a reactor for processing semiconductors; 
Figure 2 is a schematic illustration of a trench formed by a prior art method; 
25 Figure 3 is an enlarged view of the mouth of the trench shown in Figure 2; 

Figure 4 is a plot of etch rate of silicon against the percentage of CH 4 in H 2 ; 

Figure 5 is a plot of step coverage against the percentage of CH 4 in H 2 for different mean ion energies; 

Figure 6 is a diagram illustrating various possible synchronisations between gases and operating parameters of 

the Figure 1 apparatus; 

30 Figure 7 is a diagram corresponding to Figure 6, but illustrating an alternative operating scenario; 

Figure 8 is a plot of the etch rate of silicon against a partial pressure ratio; 

Figure 9(i) is a schematic representation of parameter ramping for deep anisotropic profile control whilst 9(ii) illus- 
trates ramping more generally; 

Figures 10 and 11 are SEM's of a trench formed in accordance with the prior art, Figure 11 being an enlargement 
35 of the mouth of Figure 10; 

Figures 12 and 13 are corresponding SEM's for a trench formed by the Applicants 1 process in which an abrupt 
transition in process parameters has occurred; 

Figure 14 corresponds to Figure 12 except ramped parameters have been utilised; 
Figure 15 is a plot of deposition rate against RF Platen Power at a variety of chamber pressures; 
40 Figure 16 is a SEM of a prior art high aspect ratio trench; 

Figure 17 is a corresponding SEM using the Applicants' process with abrupt transitions; 
Figure 18 is a SEM of a high aspect ratio trench formed by the Applicants* process whilst using ramped transitions. 
Figures 19(a) and 19(b) are tables setting out the process conditions used for the trenches shown in Figures 14 
and 18 respectively; 

45 Figure 20 is a diagram showing the synchronisation of Deposition and Etch gas during the initial cycles of the 

Applicants' process; and 

Figure 21 is a diagram showing an alternative approach to Figure 20 utilising a scavenger gas. 

Figure 1 illustrates schematically a prior art reactor chamber 10, which is suitable for use both in reactive ion 
so etching and chemical vapour deposition. Typically a vacuum chamber 11 incorporates a support electrode 12 for re- 
ceiving a semiconductor wafer 13 and a further spaced electrode 14. The wafer 13 is pressed against the support 12 
by a clamp 15 and is usually cooled, by backside cooling means (not shown). 

The chamber 11 is surrounded by a coil 15a and fed by a RF source 16 which is used to induce a plasma in the 
chamber 11 between the electrodes 12 and 14. Alternatively a microwave power supply may be used to create the 
55 plasma. In both cases there is a need to create a plasma bias, which can be either RF or DC and can be connected 
to the support electrode 1 2 so as to influence the passage of ions from the plasma down on to the wafer 1 3. An example 
of such an adjustable bias means is indicated at 17. The chamber is provided with a gas inlet port 18 through which 
deposition or etched gases can be introduced and an exhaust port 19 for the removal of gaseous process products 
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and any excess process gas. The operation of such a reactor in either the RIE or CVD modes is well understood in 

the u^Tn-S - T 0 ! 68 " T e l ViaS ° r ° ,her '° rma,i0nS ° n ,he surtace of a semiconductor wafer or substrates, 

Ire ZSS?EL * h P0 K 3 Ph ,° ,0 " reSi K maSk ^ ° Penin9S f8Vealin9 P0rti0ns of tha substrate - ^hed gases 
are introduced into the chamber and a number of steps are then taken to attempt to ensure that the etching process 

EST?. f °the sidewalfs so that the materia, can be sacrificially etched. The most successful toS 

2 ^S^JISS? ! 1 H eSCfibed WO " A - 94114187 a " d tnis system is schematically il.ustrated in Figu e 
2. The process described ,n that document uses sequential and discrete etch and deposition steps so that after the 

SonSe? TZZ T* "J ^ " * 2 ° " d ,hfe is then p '°' ectad b/a depoSeC 

£ ease or fnd T T ^ 2 arran 9 emenl P roduces a ^gh sidewall and as the etched steps 

dcLumfirits h !f T ra "° ' nCreaSeS ' there Can be bowin 9 or r< ~ n,rant " otehi "9 "> the profile. The prior art 
documents describe the deposition of CF X passivation layers. 

The Applicant proposes a series of improvements to such processes to enable the formation of more smooth 

™m£Z^Ze£TTT T 6t qUalKy ^ and/0f Hi9h ^ rati ° forma,io - "Snvenl 0 ZT 
scription will therefore be divided into sections. 

1. Passivation 

As has been mentioned above previous proposals deposit a passivation layer of the form CF The Applicants 
propose passing the sidewa.ls with carbon or hydrocarbon layers which will provide signifeaS h^heSd en 

^thefe? 3 ' " I deP ° Sited : d6r Self " biaS S ° ^ ,he 9raphNiC Phase is at ■«■» ?aS?emove d *** " 
ev lerl a addST ^fT^ at ^ "» biases eg. 20eV upwards and preferably over 100 

eV, there ,s an addifonal Significant advantage when it comes to high aspect ratio formations because the hich self 
bias ensures that the transport of the deposing material down to the base of the formation bain ^eXt e hanol 

SSST 1 - " e,Chin9 ' ThiS ,ransportat ™ effect ca " a 's° be improved by pm^JS^SS 

a "cVor increasing the gas flow rate, so as to reduce the residence time' Income arra gements ft 
may be desirable to time the deposition to such an extent that a positively tapered, or v-shaped formation is achieved 

films" 18 hydr0Carb ° n (H " C) fi ' mS f ° rmed by ,his Potion have significant advantages over the prior art fluorocarbon 

r™ H r° "T ° an '° r 6Xample be readily removed af,er e,chin 9 Pressing has been completed by dry ashina 
SSZfiT* ,f r atmen, This Mn be P articular 'V ""Porl-nt in he formation of MEMS (micro^lect^hSS 
systems) where we processing can result in sticking of resonant structures which are separated by high aspect trench 

Th?H HE ™ h e9 H° PtiCa , 1 ° H r f bi0mediCal deviceS ' ■ « be cental to remove completely the side wa "yer. 
The H-C films may be deposited from a wide range of H-C precursors (eq CK, CoH. C„H„ C H on L 
including high molecular weight aromatic H-Cs). These may be mixed w«h ncbte gai £^ ^^ £>^ 

Z oTvat^n t h1 C °' °? 2 ' ° 2 e,C) ^ b9 ^ ,0 COn,ra ' thS Ph8se bala " ca °< *° *i IrSepiZ 
ISjSTf rem ° Ve 9raphi,iC PhaSe (Sp2) ° f ,he carbon ,eavin 9 lhe "^er (sp3) phase ThusTe 

proportion of oxygen present will affect the characteristics o the film or layer, which is finally deposited 

As has been mentioned above H 2 can be mixed in with the H-C precursor. H 2 will preferentially etch silicon and if 

Ee b3 0 f'°h S hT h freC,ly S6leC,ed ' " " P0SSib ' e t0 aChieVe Side Wa " Pass ^ 0n ' » hilst oorSSlSSS; 
the base of the hole during passivation phase. owning oi 

The preferred procedure for this is to mix the selected H-C precursor (eg. CH 4 ) with H, and process a mask 
patterned silicon surface with the mixture in the apparatus, which is to be usedfor t£pJ^M^Z^ 
TZT TJ^'T 33 3 ' UnC,i0n ° f °"< concen,rati0 " h H 2 and an example of such a plot is shSn Figu e 
i^SSSSZL** ^ inCfeaSeS ^ 80 inftial St6ady Sta,e pa ™« a 9 a - CM, to sZ 

i, JLiS! B T l ? fa fu iNUS,rateS ,he ,0 "° Win9 mechanis ^s taking place. In the initial steady state portion the etch 
« essent aNy dominated by the action of H 2 to form SiHx reaction products. At around 10% of CH 4 in ^ the cS 

rz^aZt rate b t e r es , si9n ^ ican, (by forming a(cHx)y produc,s > and ^ -* - hSliXiS 

2 orS u T 7 k S ^ 9 P,aCS ,hr0U9h0Ut a ' ,h0lJ9h dUe 10 ,he e,chin 9 there is "° net deposition on this part of 
t^egraph.Eventually.thedepos^n begins todominate the etching process until a. around 38%, or CH*, net depSto 

theri'fehtnhmo det6rmined ,hat ,hese va ^ in 9 characteristics can be utilised in two different ways. If high seff bias or 
thereishigh mean ion energy, eg. >lO0ev, the layeror coating laiddown is re.a.iveiy hard because the reduced graphitic 
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phase and the process can be operated in the rising portion of the etch rate graph, because the coating is much more 
resistant to etching, than the silicon substrate. It is thus possible to etch the silicon throughout the deposition phase. 
Selectivies exceeding 100:1 to mask or resist are readily achieved. It should particularly be noted that, whilst there is 
a significant removal of the graphitic phase due to ion bombardment of the mask 22, the high directionality of the ions 

5 means that the side wall coating is relatively untouched. 

The process can also be operated at low mean ion energies either with a H-C precursor alone or with H 2 dilution. 
In that latter case it is preferred that the process is operated in the descending part of the etch graph, ie. for CH4 at a 
percentage >18% but <38% when net deposition occurs. Typically the range for CH 4 would be 18% to 30%. 

The low values of mean ion energy during the polymer deposition are believed to be beneficial in allowing high 

10 mask selectivies. Under these lower rf bias conditions, the selectivity increase to infinity over a wide passivation dep- 
osition window. So if high selectivity is required, the low mean ion energy approach offers advantages. Figure 5 illus- 
trates the step coverage (side wall deposition measured at 50% of the step height versus surface deposition) for H-C 
films using CH 4 and H 2 under a range of conditions including the two embodiments described above. Figure 5 shows 
that high ion energies increase the step coverage, but even with low bias conditions, there is sufficient passivation to 

is protect against lateral etching. Further, in this latter case the higher deposition rate serves further to enhance the mask 
selectivity. The deposition rate at low ion energies is a factor of two greater over the 100ev case. 

It will thus be appreciated that by using these techniques the user can essentially select the combination of etch 
rate and selectivity, which most suits his proposed structure. Further the enhancement of mask selectivity can be used 
to either increase the etch rate and/or reduce the notching. 

20 Figure 6 illustrates how various parameters of the process may be synchronised. 6d shows continuous and un- 

changing coil power, whilst at 6e the coil power is switched to enhance the etch or deposition step and the power during 
etch may be different to that selected for deposition depending on the process performance required. 6e, by way of 
example, illustrates a higher coil power during deposition. 

6f to i show similar variations in bias power. 6f has a high bias power during etch to allow ease of removal of he 

25 passivation film, whilst 6g illustrates the use of an initial higher power pulse to enhance this removal process, whilst 
maintaining the mean ion energy lower, with resultant selectivity benefits. 6h is a combination of 6f and 6g for when 
the higher ion energies are required during etching (eg. with deep trenches). 6i simply shows that bias may be off 
during deposition. 

In some processes, at least, the acceptable segregation period of the gases is determined by the residual partial 
30 pressure of gas A (Ppa) which can be tolerated in the partial pressure of gas B(Ppb). This minimum value of Ppa in 
Ppb is established from the characteristic process rate (etch or deposition) as a function of Ppa/(Ppa + Ppb). 

In Figure 8, Gas A is 20% CH 4 + H 2 , whilst gas B is SF 6 . It will seen that where Ppa/(Ppa + Ppb) < 5%, the process 
rate is substantially steady state. For typical practical conditions a pump out time of less than 1 .5 seconds will suffice 
and a plasma can be maintained for over 65% of the total cycle time where the process steps are of the order of 2 to 
35 3 sees and over 80% when the steps are over 5 seconds long. A suitable synchronisation arrangement is shown in 
Figure 7. It will be noted that the etch precedes the pump out as it is desirable to prevent a mixing of the deposition 
and etch step gases. Prior art proposals (eg. U.S.A. 4985114) propose switching off or reducing deposition gas flow 
for a long period before the plasma is switched on. This can mean that the plasma power is on only for a small portion 
of the total cycle times leading to a significant reduction in etch rate. The Applicants propose that the chamber should 
40 be pumped out between at least some of the gas changeovers, but care must be taken to maintain pressure and gas 
flow stabilisation. Preferably high response speed mass flow controllers (rise times <1 00ms) and automatic pressure 
controllers (angle change and stabilise in <300 ms) are used. 

The Applicants have established (see Figure 8) that the pump out time period necessary to avoid the etch being 
compromised by the deposition gases. However pump out could precede the etch step or both etch and deposition 
45 step depending on the precise process being run. Pump out also reduces micro-loading (which is described in USA 
4985114) and is beneficial high aspect ratio etching as described below. 

Many of the parameters, which are varied can be 'ramped' as general illustrated in Figure 9(ii). This means that 
they progressively increase or decrease cycle by cycle in amplitude or period, rather than changing abruptly between 
cycles. In the case of the pump out, ramping can be used to allow mixing at the start of the process allowing sidewall 
50 notching to be reduced or eliminated as discussed below. 
Typical process parameters are as follows: 



1 . Deposition step 

CH 4 step time ; 2-1 5 seconds ; 4-6 seconds preferred 
H 2 step time j 2-15 seconds ; 4-6 seconds preferred 
Coil rf power j 600W-1 kW ; 800W preferred 



5 



EP 0 822 582 A2 

(continued) 



1 . Deposition step 

High mean in energy case: 500W-300W-100W preferred 
Low mean in energy case: 0W-30W-10W preferred 
2 mTorr-50 mTorr; 20 mTorr preferred 



Bias rf power 
Pressure 





2. Etch Step 






SF 6 step time 
Coil rf power 
Bias rf power 

Pressure 


2-15 seconds ; 4-6 seconds preferred 
600 W-1 kW -800W preferred 

High mean ion energy case: 500W-300W; 150W preferred 
Low mean ion energy case: 0W-30W; 15W preferred 
2 mTorr-50 mTorr; 30 mTorr preferred. 


2. Etch/Deoosition 


RelationshiD 





altoJS^n'SJ^if 8 h in9d ,ha ' Pri ° r ^ a PP roaches are e **ntia, ly too simplistic, because they neither 
Furtherthe prior art does not address the difficulties of deep etching lypesoiiormaiion. 
t hs ^h S a nT trary ,0 ( ,8 f hin9 ° f ^-A" 941141 ^ the Applicant believes that it will often be beneficial to overlap 

^ P h ^ aS 1 alS ° eS,ab ' iShed that SUrpriSin 9 | y ,he ri 9 |d se * M square wave stepping whSas 
porously been usee Ms far from ideal. In many instances, it will be desirable to use smooth transitions ^Zen the 
stages, particularly where overlap occurs, when reduction of the etch rate is acceptab.e Thus on ^prXred arrioe 

fZL' s be °; r,"r ra,es of ,he e,ch and deposition gases to ^ wi,h time * • ^iz,T^^ 

forms be,ng out of phase, preferably by close to 90°. As the sidewall roughness is essentially a manifest oHhe 

oo Sdl Je r TT 11 ° an b9 redUC6d bV ' imi,ing ,hiS C ° mp0n9nt ° f the etch ^ «SS23?«S 
?ch Si h» 3 !/ ° f WayS: Partial,y miXin9 the passiVa,ion and e,ch st eps (overlapping) ; minimising the 
etch (and hence correspond^ passivation) duration; reducing the etch product volatil, y by reducing LTTr tern 
perature; addmg passivation component to the etch gas e.g. SF 6 with added 0, N, C, CF X or Tpladnq the eTh 
gas w.th one of lower reactive species liberating gas such as SFg replaced by CF etc 

sta^^T^T^T^ Chan96S in ' eVe,S °' e,Chin9 and dep0sttion are desira °'° * Afferent 
SE^Th P roces \ T ** Applicants propose that the first cycle or the first few cycles should have an enhanced 

for™*™. b / ief,y h bee , n L ndicated be,ore ' * also ™ become progressively more difficult to depostt material as the 
formation o trench gets deeper and/or the aspect ratio increases. By controlling the amplitude o one or more " I 

ZeZT^\ T Pr6SSUre ' P ' aSma P0WBr ' biaSinS POW9r ' ^ ,ime ' substra te Lhing/deposZ ralio the 

Th^ese anH Ht an H aPPr ° Pria,e ^ '° mMmm *** miSOUo P ic etchin 9 w * h P^er sidewall passivaiion 
These and related techn.ques can be utilised to overcome a number of problems in the etch profile: 

a. Sidewall Notching 

™Z he S !f eWa " n ° ,Chin9 ' Pr ° blem iS P articular| y sensit ive to the exposed silicon area (worse at low exposed areas 
<30%) and ,s also correspondingly worse at high silicon mean etch rates. The Applicants believe such rSq^ Z 
caused by a relatively high concentration of etch species, during the initial etch/deposrtion cyls Therefore Solu 
tZST. k V ,he h Appli r ,S are to ei,her enha "<* ^e passivation or quench eteh spec s durl Xe Zll cyTs 

mill T Sf 3 ,6Ved e ' ,her by Pr0C6SS adjUStment < ram P in 9 one <* m ™ °« the parameters? or by p acinq a 
material wrthin the reactor wh,ch will consume (by chemical reaction) the etch species, such as Si Ti S etc eaSo 

W ~l? T, SU T ChSmiCal '° ading h3S the draWb3Ck °' M * the mea " *™ -,e as f e q^n ng isl? 
necessary for the first few etch steps. Thus, process adjustment solutions are considered superior * 

of ,h. 13 d9Slrab ' e lo '^/eliminate the sidewall notching without compromising or degrading any of the other asoects 

o leduc qZ l S h 6 f fa,e ' Pr ° file ? 0n,rO '' Se,eCtiVi,y S,C - * 'he Applicants haveshown £££ 

of reducmg the etch speces concentrate at the start of etch" is best controlled by beginning with process with: 
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a. fluorine scavenging gas introduction or 

b. low coil power or 

c. low etch cycle time (step duration) or 

d. low etch gas flow or 

5 e. an increase of the corresponding parameters a to d above during the passivation cycle 

f. a combination of the above. 

followed by increasing the respective parameter(s) to normal pre-optimised etch conditions such as are illustrated in 
Figure 6. The increase can either be abrupt (that is using say a step change in the a to f parameters) or ramped. The 

10 results of these two approaches are now presented, in comparison to the teachings of the prior art. 

The nature of the problem (resulting from directly applying the prior art) during a silicon trench etch is shown in 
Figure 3 schematically and in the SEM's (scanning electron micrographs) shown in Figure 10 and 11.. These Figures 
show that for a 1 .7ujti initial trench opening the CD loss is 1 .2ujti (70%), whilst the notch width is up to 0.37um Such 
values of CD loss are unacceptable for the majority of applications. 

is However by using the Applicants method (eg. a.to f.), of varying the process parameters during the initial cyclic 

etch process, the notched sidewall can be modified. If abrupt steps are used to vary the process parameters, abrupt 
transitions are produced in the sidewall profiles. The SEMs in Figures 12 and 13 illustrate this for different process 
parameters. In Figure 1 2, the transition in the process parameters is clearly marked as an abrupt transition in the 
sidewall profile at the point of parameter change (after 8.5u.m etch depth). (Note that the sidewall notches have been 

20 eliminated.) Figure 1 3 illustrates yet another process parameter abrupt/step change. Here the sidewall passivation is 
high enough to result in a positive profile (and no notching) for the first ^im. When the reduced passivation conditions 
are applied, it is characterised by the transition in sidewall angle and reappearance of the notching. 

By using the 'ramped' parameter approach, the notching can be eliminated, as well as producing a smooth sidewall 
profile without any abrupt transition, see the SEM in Figure 14. This shows a 22^im deep trench etch, with a smooth 

25 positive profile and no CD loss, whilst maintaining etch rate comparable to the non-ramped high underact process. 
The process conditions used in this case are given in Figure 19a. 

b. Profile control during deep high aspect ratio etching 

30 The teachings of the prior art are limited where high aspect ratio (>10:1 ) etching is required. Whilst the limitations 

and solutions are discussed here for relatively deep etching (>200>im), there is equal relevance for shallow high aspect 
ratio etching, even for very low values of CD, such as <0.5um. 

One of the basic mechanisms, that distinguishes high aspect ratio etching, is the diffusion of the etching (and 
passivation) reactive precursors as well as etch products. This species transport phenomenon was investigated for 

35 the passivation step. The results show clearly that the transport of sidewall passivation species to the base of deep 
trenches is improved at low pressure. Increasing platen power also improves this, see Figure 15. The graph illustrates 
the improved passivation towards the base of the trench as the pressure decreases and the rf bias power increases. 
This data was obtained by firstly etching 200u,m deep trenches, then using the passivation step only and measuring 
the variation of sidewall passivation with depth using an SEM. This supports the variation of passivation with etch 

40 depth, and further supports the suggestion that the optimum process conditions vary with etch depth. 

The limitations of applying the prior art for such a high aspect ratio process is shown by the SEM in figure 16. It * 
should be noted that this relatively high passivation to etch ratio fixed parameter process still does result in initial 
sidewall notching, but the SEM magnification is not sufficiently high to show this for the 1 0u,m CD, 230u.m deep trench 
etch. From the trends shown in Figure 15, the profile can be somewhat improved by operating at under the desired 

45 high bias rf power and low pressure conditions. However as a fixed parameter process, the high bias and low pressure 
conditions significantly degrades the mask selectivity (from >100:1 to <20:1 ) as the ion energy is increased. Using an 
abrupt parameter variation results in a corresponding abrupt sidewall change, as shown by the SEM in Figure 17. 
Ramping the following parameters: increasing platen power, decreasing pressure, increasing cycle times and gas 
flows; does produce the desired results whilst maintaining reasonably high selectivities >75:1 , see Figure 18. Here the 

50 SEM shows a 295u.m deep, 12ujti CD trench etch (25:1 aspect ratio). The process conditions used in this case are 
given in Figure 19b. 

Figure 20 illustrates a synchronisation between deposition and etch gases which have been used for the initial 
cycles to reduce side wall notching. Typical operating conditions are given in Figure 19a and its associated SEM in 
Figure 14. Figure 21 illustrates a synchronisation reference to using a scavenger gas with method (a) of side wall notch 
55 reduction technique. The dotted line indicates the alternative of the scavenger gas flow rate being decreasingly ramped. 

Figure 9i shows a synchronisation for achieving a deep high aspect ratio anisotropic etch although the ramping 
technique shown can also be used for side wall notch reduction. The conditions of Figure 19b can be used to achieve 
the results shown in Figure 18. 
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Returning to Figure 9i: 

1. Shows an average pressure ramp. Note the pressure changes from low to high as the cycle changes from 
deposition to etch respectively. The ramp down of pressure then results in the pressure decreasing for both etch 
and passivation cycles. 

2. This shows a rf bias power ramp. Note the bias change from low to high as the cycle changes from deposition 
to etch respectively. This is in synchronisation with the pressure change discussed above. The ramp up of bias 
refers to the deposition step only in this case. 

3. This shows another example of a rf bias power ramp. Again the bias changes from low to high as the cycle 
changes from deposition to etch respectively, in synchronisation to the pressure. The ramp up of bias refers to 
both the deposition step and etch step in this case. 

In Figure 9ii general parameter ramping is illustrated. These examples serve to illustrate cycle time and step 
time ramping respectively. 

4. This shows a cycle time ramp, where the magnitude of the parameter (such as gas flow rates, pressure, rf 
powers, etc) is not ramped. In some applications this would serve as an alternative to the 'magnitude' ramping in 
the above cases. 

5. This shows a cycle time ramp, where the magnitude of the parameter (such as gas flow rates, pressure, rf 
powers, etc.) is ramped in addition. Note, the parameter ramp may be increasing or decreasing in magnitude, and 
the decrease may be to either zero or a non-zero value. 

3. Etch Gases 

Whilst any suitable etch gases may be used, the Applicant has found that certain gases or mixture can be beneficial. 

Thus, it has been suggested in WO-A-941 1 41 87 that it is undesirable to have any passivating gas in the etch stage, 
because it affects the process rate. However, the Applicant has determined, that this procedure can significantly improve 
the quality of the sidewall trenches formed and it is proposed that the etched gas may have added to it such passivating 
gases as O.N.C, hydrocarbons, hydro-halo carbons and/or halo-carbons. Equally, and for the same purpose, it is 
desirable to reduce the chemical reactivity of the etched gas and the Applicant proposes using CF X for example with 
higher atomic mass halides such as CI, Br or I. However XeF 2 and other etch gases may be used. 

The degree of sidewall roughness can also alternatively be reduced by limiting the cycle times. For example it has 
been discovered that it is desirable to limit the etch and deposition periods to less than 7.5 seconds and preferably 
less than 5 seconds. 

4. Gallium Arsenide and other materials 

Previous proposals have all related to trench formation in silicon. The Applicant has appreciated that by using 
suitable passivation, anisotropic etching of Gallium Arsenide and indeed, other etchable material, can be achieved. 
For example it is proposed that Gallium Arsenide be etched with with or without passivating or etch enhancing 
gases, but in general it has been determined that this technique is much more successful with the carbon or hydro 
carbon passivation proposed above. If traditional CF X chemistry is used etch inhibiting compounds can be created 
which increase surface roughness or limit the etch. For Gallium Arsenide lower temperatures may be desirable as may 
be the use of a low pressure, high plasma density reactor. Suitable etch chemistries have already been listed in the 
preamble to this specification. 

Claims 

1. A method of etching a feature in a semiconductor substrate in a reactor chamber using alternately reactive ion 
etching and depositing a passivation layer by chemical vapour deposition, wherein one or more of the following 
parameters: gas flow rates, chamber pressure, plasma power, substrate bias, etch rate, deposition rate, cycle 
time, and etching/deposition ratio vary with time. 

2. A method as claimed in claim 1 wherein the variation is periodic. 

3. A method as claimed in claim 2, wherein the parameter or parameters vary as a sinusoidal, square, or saw tooth 
waveform or a combination of these. 

4. A method as claimed in any one of the preceding claims wherein the variations in the parameter or parameters 
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are ramped. 

A method of etching as claimed in any one of the preceding claims wherein the etching and deposition steps overlap. 

A method as claimed in any one of the preceding claims wherein the etching and deposition gases are mixed. 

A method as claimed in any one of the preceding claims including pumping out the chamber between etching and 
deposition and/or between deposition and etching. 

A method as claimed in claim 7 wherein the pump out continues until 

p P a < x 
Ppa + Ppb 

is wherien Ppa is the partial pressure of the gas (A) used in the preceding step, 

Ppb is the partial pressure of the gas (B) to be used in the subsequent step, 
and 

x is one percentage at which the process rate of the process associated with gas (A) drops off from an essen- 
tially steady state. 

20 

9. A method as claimed in any of the preceding claims, wherein the amplitude of the parameters is variable within a 
cycle or as bezween cycles. 

10. A method as claimed in any one of the preceding claims wherein the etch rate is reduced and/or the deposition 
25 rate is enhanced during the first cycle or for up to at least the first few cycles. 

11 . A method as claimed in claim 1 0 wherein the etch rate is reduced by one or more of the following: 

(a) the introduction of a scavenging gas 
30 (b) a reduction in plasma power 

(c) a reduction in cycle time and 

(d) a reduction in gas flow 

(e) varying the chamber pressure 

35 1 2. A method as claimed in claim 1 0 or claim 1 1 wherein the deposition rate is enhanced by one or more of the following: 

(a) an increase in plasma power 

(b) an increase in cycle time 

(c) an increase in gas flow rate 

40 (d) an increase in deposition species density 

(e) varying the chamber pressure 

13. A method as claimed in any one of claims 1 to 12 wherein the chamber pressure is reduced as afunction of feature 
depth. 

45 

14. A method as claimed in any one of claims 1 to 12 wherein the substrate bias is increased as a function of feature 
depth. 

15. A method as claimed in any one of the preceding claims, including depositing a mask having openings prior to 
so etching. 

16. A method as claimed in any one of claims 10 to 15, wherein the mask is enhanced by or is itself deposited as a 
carbon or hydrocarbon layer. 

55 17. A method as claimed in any one of the preceding claims, wherein the etch and/or depositions have periods of less 
than 7.5 sees or 5 sees. 

18. A method as claimed in any one of the preceding claims, wherein the etch gas is CF X or XeF 2 . 
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19 ' mrsfhaSd a e S s Claimed ° f *" PreC6din9 C ' aimS ' ^ 938 inC ' UdeS ° ne 0r more ^gher atomic 

2 °' trOT*- 38 C ' aime 51 n ° ne 01 ,h8 Pre0edin9 Claims ' wherein ,he chambar P resst "e is reduced and/or the 
flow rate is increased during deposition. 

21 ' i 1 » r et h 0d t a K Cl .f inrl < ed Jr any 006 ° f the PreCedi " 9 ClaimS ' Wherein ,he substra,e rest f ^ely on a support in the 
chamber to be heated to equilibrium by the plasma. 

22. A method as claimed in any one of claims 1 to 21, wherein the substrate is maintained at between -100»C and 

23 ' Ge m Mo°w a or C Ta im6d ™ °' ^ Pre ° eding C ' aimS ' Wherein the subs,rate is GaAs - GaP ' GaN, GaSb, SiGe, 

24 * CH^Vr?*™* 1 C ' aim 23 ' Wtl9rein ,h9 9,Ch 938 iS ° nS ° f 3 combina «°" <* C1 2 , BCI 3 , SiCI 4 , SiCI 2 H 2 
CH x C1 y , C x C1 y , CH X with or without H or an inert gas. 2 2 

25 -£h?^ 

* ^srsysrir precedin9 ciaims - wherein the deposton 9as - a h ^ b - - to 

27. A method as claimed in claim 26, wherein the deposition gas includes O, N or F elements and/or is mixed wrth H 2 . 

28. A method as claimed in claim 27, wherein the deposited layer is Nitrogen and/or Fluorine dopes. 

29 ' ^211° f u e ! Chi " 9 3 ,eatUre in 3 semiconductor subs <^ deluding alternately etching and depositing a passi- 
vation later wherein one deposition rate is enhanced and/or etch rate is reduced during at least the first cycle. 
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Fig. 14 
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